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SILOXANE BASED ELECTROLYTES FOR USE IN ELECTROCHEMICAL DEVICES 

REFERENCE TO RELATED APPLICATIONS 

[0001] This apphcation is a continuation-in-part of U.S. Patent Application serial number 
XXX. 

[0002] This apphcation is related to XXX. 

STATEMENT REGARDING FEDERALLY SPONSORED RESEARCH OR DEVELOPMENT 
[0003] This invention was made with United States Government support under NIST ATP 
Award No. 70NANB043022 awarded by the National Institute of Standards and Technology 
(NIST) , The Uni^^ States Government has certain rights in .thi$ invention pursuant tp.JflBT 
ATP Award No. 70NANB043022 and pursuant to Contract No. W-31-109-ENG-38 between the 
United, States Goyernment and the University of Chicago representing Argonne National 
Lg|?pratory, and NIST 144 LMOl, Subcontract N^ 

FIELP 

[0004] The present invention relates to electrolytes for electrochemical devices, and more 
particulsrly to silpxane based electrolytes. 

BACKGROUND 

[0Q05] The increased demand for hthium batteries has resulted in research and development 
to improve the safety, and performance of these batteries. I^any batteries employ prganic 
carbonate electrolytes associated with high degrees of volatility, flammability, and chemical 
reactivity. A variety of polysiloxane based electrolytes have, been developed to address these 
issues. However, polysiloxane based electrolytes typically have a low ionic conductivity that 
limits their use to appUcations that do not require high rate performance. 
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SUMMARY 

[OdOdJ An electrochemical device is disclosed. The device has an electrolyte that includes a 
siloxape activating an anode and a cathode. The one or more sii[oxanes have two or three^sijicons. 
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At least one of the silicons is linked to one or more side chains that include a poly(alkylene 
oxide) moiety. The electrolyte can be a solid or a liquid. In some instances, the device is a 
secondary battery. 

[0007] A method of forming an electrochemical device is also disclosed. The method 
includes generating an electrolyte that includes a siloxane having two or three silicons. At least 
one of the silicons is linked to one or more side chains that include a poly(alkylene oxide) moiety. 
The method also includes activating at least one anode and at least one cathode with the 
electrolyte. 

[0008] The electrolyte can optionally include one or more components in addition to the 
siloxane. Li one example, the electrolyte includes at least one additive selected from the group 
consisting of: vipyl carbonate, vinyl ethylene carbonate, ^th^lenp sulfite, 2,3-dimetl^yl- 1,3- 
butadiene, styreM carbonate, aroniatic carbonates, vinyl pjrrole, vinyl piperazine, vinyl 
piperidine, vinyl pyridine, and mixtures thereof In one example, the electroljrte includes vinyl 
ethylene carbonate as an additive. . 

[0Q09J The electrolyte can include a cross linked i^^t^^rk polymer that forms an 
interpenetrating network with the siloxane. The network p^ljper can include a cross-linked 
pplyacrylatQ or a cross-linked polymethacryl^^^ , ' . 

[0010] in some instances, the electrolyte includes one or more solid polymers that are solids 
at room temperature. The one or more solid polymers can include at least one component 
selected from llie gioup consisting of: polyacrylonitrile (PAN), poly(methyl methacrylate) 
(PIVQVIA), poly(vinyhdene fluoride) (PVDF), poly(vinylidene flupride-co-hexafluoropropylene), 
polystyrene, polyvinyl chloride, poly(alkyl methacrylate), pQly|^alkyl acrylate), styrene butadiene 
mbber (SBR), pply(yinyl acetate), poly(ethylene oxide) (PEO) and mixtures thereof 

BRIEF DESCRIPTION OF THE FiGURES 

[OdliJ Figure 1 illustrates a method of forming a siloxane having two silicons and two side 
chains that each include a polyethylene oxide moiety. 

[0012] Figure 2A is a ^^Si NMR spectrum for a siloxane haying three silicons and a side 
chain that includes a poly(ethylene oxide) moiety. 1^ 
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[0013J Figure 2B is NMR for a plurality of siloxanes that each have two silicons and side 
chains that include a poly(ethylene oxide) moiety. 

[0014] Figure 3 A illustrates ionic conductivity versus temperiature for a plurality of different 
electrolytes. Each electrolyte includes LiN(S02CF3)2 (LiTFSI) dissolved in a siloxane having 
two silicons and side chains that includes a poly(ethylene oxide) moiety. 
[0015] Figure 3B illustrates ionic conductivity versus temperature for an electrolyte that 
includes LiTFSi dissolved in a siloxane having three silicons and a side chain that includes a 
poly(ethylene oxide) moiety. 

[0016] Figure 3C illustrates ionic conductivity versus temperature for an electrolyte that 
includes lithium bis(oxalato)borate (LiBOB) dissolved in a siloxane having two silicons and a 
side chain that includes a poly(ethylene oxide) moiety. 

[0017] Figure 4 illustrates results of cyclic voltammetry performed on an electrolyte having 
LiTFSi dissolved in a siloxane having three silicons and a^ side chain that includes a 
poly(ethylene oxide) moiety. The electrolyte was stable up to 4.5 V without significant 
decomposition. . ■ \ , 

[0018] Figure 5 illustrates a charge/discharge profile for a lithium secondary cell having a Li 
metal anode and a cathode activated by an electrolyte that includes lithium bis(oxalato)borate 
(LiBOB) dissolved in a siloxane having three silicons and a side chain that includes a 
pply(ethylene oxide) moiety. The composition of the cathode was 84wt% LiNio.8Coo.15Alo.05O2, 
8wt% PVDF binder, 4wt% SFG-6 giapliite and 4wl% caAou black. 

[0019] Figure 6 illustrates an initial charge/discharge profile for a lithium secondary cell 
having an anode and a cathode activated by an electrolyte having LiBOB dissolved in a siloxane 
having three silicons and a side chain that includes a poly(ethylene oxide) moiety. The 
composition of the cathode was 84wt% LiNio.8Coo.i5Alo,o50i, 8wt% PVDF binder, 4wt% SFG-6 
graphite and 4wt% carbon black. The composition of the anode was 92wt% meso carbon micro 
beads (MCMB) and 8wt% PVDF binder. 

[0020] Figure 7 illustrates the cycling performance of a iitKium secondary cell having a Li 
metal anode and a cathode activated by an electrolyte having LiBOB dissolved in a siloxane 
having three silicons and a side chain that includes a poly(ethyIene oxide) moiety. The 
composition of the cathode was 84wt% LiNio.8Coo.15Alo.05O2, 8wt% PVDF binder, 4wt% SFG-6 
graphite and 4wt% carbon black. 
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DESCRIPTION 

[0021] An electrolyte suitable for use in electrochemical devices is disclosed. The 
electrolyte includes a siloxane having two or three silicons. The siloxane includes one or more 
side chains that each include a poly(alkylene) oxide moiety. These siloxanes can be less volatile, 
flammable and chemically reactive than the organic carbonate electrolytes that are often 
employed in batteries. Accordingly, electrolytes that include these siloxanes are better suited for 
use as a battery electrolyte than organic carbonates. 

[0022] The one or more poly(alkylene oxide) moieties can help dissolve lithium salts that are 
employed in batteries. Accordingly, these siloxanes can provide an electrolyte with a 
concentration of free ions suitable for use in batteries. Additionally, the one or more 
poly(alkylene oxide) moieties can enhance the ionic conductivity of the electrolyte at room 
temperatures. For instance, the electrolyte can provide ati ioiiic conductivity higher than 2.0 x 
10-^S/cmat24^C. 

[0023] The electrolyte can be a liquid, a solid or a gbi. The siloxanes are generally liquids at 
room teihperature. As a result, the electrolyte can be a liqiiid. Further, the electrolyte can 
include a cross-linked network polymer that fonns an inteiprentfaLting rietw with the siloxane. 
An electrolyte that includes an interprentrating network can be a solid or a gel. Accordingly, the 
cross-linked network polymer can serve as a mechanism for providing a solid electrolyte or a gel 
electrolyte. Altemately, the electrolyte can include one or more solid polymers in addition to the 
siloxane. The one or more solid polymers are a solid when standing alone at room temperature. 
The solid polymer can be employed to generate a gel electrolyte or a solid electrolyte such as a 
plasticized electrolyte. 

[0024] When the electrolyte is a liquid, the siloxane can provide the electrolyte with a 
viscosity that is reduced relative to polysiloxane based elecjtroljftes. The reduce viscosity can 
improve wetting of electrodes ip an electrochemical deyice^d can enhance the homogeneity of 
the electrolyte distribution in the cell. These electrolytei features can lead to increased capacity 
and enhanced cycling properties in batteries. As a result, the electrolytes can be suitable for use 
in batteries such as high-energy and long cycle life lithium secondary batteries, such as 
biomedical devices, electrical vehicles and satellite applications. 
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[0025] Formula I illustrates a suitable siloxane having three silicons. Formula I: 

R 
I 

SiZg-O — Si-O— SiZ3 

rI 



O— JcH2-CH-d^R4 



Ro X 

where R is an alkyl group; R2 is a spacer; R3 is a hydrogen atom 
or an alkyl group; R4 is an alkyl group; Z is an alkyl or an aryl group and the Zs can be the same 
or different and x is from 1 to 30. The spacer can be an organic spacer and can include one or 
more -CH2- groups. Other suitable spacers can include an alkylene, alkylene oxide or a bivalent 
ether group. These spacers can be substituted or imsubstituted. In one example, R2 has a 
structure according to: -(CH2)3-. In another example, Z, R aqd R4 are each a methyl group. In a 
preferred example: Z, R and R4 are each a methyl group; R2 has a structure according to: - 
(CH2)3-; R3 is a hydrogen; and x is 7, 

[0026] Formula II illustrates a suitable siloxane having two silicons. Formula 11: 

Z3SI-0 — Si-R7--0— fCHg-CH-Ol-Ro 

* ■ I • I J • :A:V! 

Re Ro X 

where R5 an alkyl group; R^ is an alkyl group; R? is a 
spacer; Rs is a hydrogen atom or an alkyl group; R9 is an aHcyl group; Z is an alkyl or an aryl 
group and the Zs can be the same or different and x is from 1 to 30. The spacer can be an 
organic spacer and can include one or more -CH2- groups. Other suitable spacers can include an 
alkylene, alkylene oxide or a bival^t ether group. HieSe spacers can be substituted or 
unsubstituted. In one example, R7 has a structure according to: -(CH2)3-. In another example, Z, 
R5, R6 and R9 are each a methyl group. 

[0027] Formula III illustrates a suitable siloxane having two siUcons. Formula HI: 

Ri5 R10 

Rl9 [o-CH-ChJ-O— Ri7— Si-O — SKR12-O— fCH2-CH-ol-Ri4 

R y R ' R11 R 

^® n p}!,4?,./v: ; ; where Rio is an alkyl 

group; Ri i is an alkyl group; Rn is a spacer; R13 is a hydrogen atom or an alkyl group; Rnis an 
alkyl group; Ri5 is an alkyl group; R16 is an alkyl group; RiY is a spacer; Ris is a hydrogen atom 
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or an alkyl group; R19 is an alkyl group; x is from 1 to 30 and y is from 1 to 30. The spacers can 
be the same or different. Each spacer can be an organic spacers and can include one or more - 
CH2- groups. Other suitable spacers can include an alkylene, alkylene oxide or bivalent ether. 
These spacers can be substituted or unsubstituted. In one example, R12 and Rn each has a 
structure according to: -(CH2)3-. In another example, Rio, Rn, Rh, R15, R16, and R19, are each a 
methyl group. In another example, R19 and R14 have the same structure, R18 and R13 have the 
same structure, Rp and R12 have the same stmcture and Rio, ,Rii, Ris and R16 have the same 
structure. 

[0028] The siloxanes can be generated by employing a.hydrosilylation between a siloxane 
precursor having silicons bonded to one or more hydrogens and an allyl teraiinated side chain 
precursor that includes a poly(alkylene oxide) moiety. For the purposes of illustration. Figure 1 
illustrates a method of employing hydrosilylation to generate siloxanes according to Formula III. 

A precursor siloxane labeled A and a side-chain precursor labeled B are mixed to form a 

. i"- • « ■ • 

precursor solution. The precursor siloxane includes two silicons. Each of the silicons are linked 
to a hydrogen. The side-chain precursor includes an allyl-terminated spacer precursor 
represented by -R2o-CH=CH2 where R20 can be nil or organic. For instance, R20 can include one 
or more CH2 groups. Further, R20 can include an alkylene, aljcylene oxide or a bivalent ether 
moiety and can be substituted or unsubstituted. In one example, R20 represents -CH2-. The 
remaining variables shown in Figure 1 are defined with respect to Formula m, 
[0029] In some instances, a reaction solvent is added to the precursor solution of Figure L A 
suitable solvent includes, but is not limited to, toluene, THF, and benzene. A catalyst can be 
added to the precursor solution to catalyze the hydrosilylation reaction. Suitable catalysts for use 
in the precursor solution include, but are not limited to, platinimi catalysts such as Karstedt's 
catalyst (divinyltetramethyldisiloxane (Pt(dvs)), dicyclopehtadiene platinum(II) dichloride, 
H2PtCl6. ^In some instances, heat is applied to the precursor solution to react the components of 
the precursor solution. The reaction can be continued until the Si-H groups are no longer evident 
on an FTIR spectrum. The product solution can be distilled to ^remove any unreacted side-chain 
precursors and/or reaction solvent. 

[0030] The method of Figure 1 can be adapted to provide a siloxane having side chains with 
different structures. For instance, the precursor solution can be prepared so as to include side 
chain precursors having different structures. At least a portion of the product siloxanes will 
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include side chains having different structures. The method bf Figure 1 can also be adapted to 
generate a siloxane having a silicon linked to more than one side chain. For instance, a siloxane 
precursor including one or more silicons linked to more than one hydrogen can yield a siloxane 
having one or more silicons linked to more than one side chain. 

[0031] The electrolytes can include a single siloxane. Altemately, the electrolyte can include 
two or more siloxanes. In some instances, at least one of the two or more siloxanes is chosen 
from those represented by Fomiulas I through Fomiulas HI. Altemately, each of the siloxanes 
can be chosen from those represented by Formulas I through Formulas HI. In one example, a 
first siloxane is selected to keep the viscosity low and a second siloxane is selected to enhance 
voltage stability. As another example, a highly conductive siloxane may be combined with a low 
viscosity siloxane to improve wetting of electrodes, leading, tP; increased capacity and enhanced 
cycling properties. 

[0032] The electrolyte can be prepared by dissolving one or more salts in one or more 
siloxanes. The electrolyte can be prepared such that , the concentration of the salt in the 
electrolytes is about 0,3 to 2.0 M, about 0.5 to 1.5 M, or about 0.7 to 1.2 M. Suitable salts for 
use with the electrolyte include, but are not limited to, alkali metal salts including lithium salts. 
Examples of specific Uthium salts include LiC104, . LiBF4, LiAsFg, LiPF6, LiCFaSOs, 
Li(CF3S02)2N, Li(CF3S02)3C, LiN(S02C2F5)2, lithium . ajkyl fluorophosphates, lithium 
bis(chelato)borates including lithium bis(oxalato)borate (LiBOB) and mixtures thereof. 
[0033] When a lithium salt is used with the electrolyte, an [EO]/[Li] ratio can be used to 
characterize the salt in the electrolyte. [EO] is the molar concentration in the electrolyte of the 
ethylene oxides in the one or more siloxanes. Because [EO] is directed to ethylene oxides, there 
are at least x ethylene oxides in the siloxanes according to Formulas I and Formulas 11 while 
there are at least x + y ethylene oxides in the siloxanes according to Formulas HE. In some 
instances, the spacers will also include ethylene oxides. For instance, a side chain according to 
Formula I has x+1 ethylene oxides when R2 is -(CH2)3-., The electrolyte is preferably prepared 
so as to have a [EO]/[Li] ratio of 5 to 50. When the [EO]/[Li] ratio is larger than 50, the ionic 
conductivity of the resulting electrolyte can become undesirably low because few carrier ions are 
in the electrolyte. When the [EO]/[Li] ratio is smajler tijan 5, the lithium salt may not 
sufficiently dissociate in the resulting electrolyte and the aggregation of lithium ions can confine 
the ionic conductivity. 
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[0034] In some instances, one or more additives are added to the one or more siloxanes. 
Additives can serve a variety of different functions. For instance, additives can enhance tiie 
ionic conductivity and/or enhance the voltage stability of the electrolyte. A preferable additive 
forms a passivation layer on one or more electrodes in an electrochemical device. The 
passivation layer can enhance the cycling capabilities of the electrochemical device. In one 
example, tfie passivation layer is formed by reduction of the additive at the surface of an 
electrode that includes carbon. In another example, the additive forms a polymer on the surface 
of an electrode that includes carbon. The polymer layer can serve as the passivation layer. 
[0035] Suitable additives include, but are not limited to, carbonates, sulfur compounds, 
unsaturated hydrocarbons and nitrogen compounds. In some instances, the electrolyte includes 
at least one additive selected from the group consisting of: vmyl carbonate (VC), vinyl ethylene 
carbonate (VEC), ethylene sulfite, 2,3-dimethyl-l,3-butadiene, styrene carbonate, aromatic 
carbonates, vinyl pyrrole, vinyl piperazine, vinyl piperidine, vinyl pyridine, and mixtures thereof 
In one example, the electrolyte includes vinyl ethylene carbonate as an additive. VC is an 
example of an additive that can be reduced at the surface of an electrode that includes carbon to 
form a passivation layer that includes a carbonate. Pyridine is an example of an additive that can 
form a polymeric passivation layer at the surface of an electrode that includes carbon. VEC is an 
example of an additive that can form a passivation layer by both being reduced and forming a 
polymer at the surface of an electrode that includes carbon. HHHHHHIIHiii^l 
lllllllll^^ A suitable concenlraliuii for aii additive in the eleclrulyle includes, but is 

not limited to, concentrations greater than 0.1 wt%, greater than 0.5 wt% and/or less than 5 wt% 
or less than 20 wt%. 

[0036] A preferred embodiment of the electrolyte includes one or more of the siloxanes, a 
lithium(oxalato)borate (LiBOB) salt and one or more additives selected from a group consisting 
ofVCandVEC. 

[0037] The electrolyte can include a network polymer that forms an interpenetrating network 
with the siloxane. An electrolyte having an interpenetrating network can be generated by 
polymerizing and/or cross-linking one or more network polymers in the presence of the siloxane. 
Alternately, an electrol)^e having an interpenetrating network can be generated by polymerizing 
and/or cross-linking one or more network polymers and the siloxane in the presence of one 
another. 
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[0038] Suitable network monomers from which the network polymer can be formed include, 

but are not limited to, acrylates and methacrylates. Acrylates and/or methacrylates having one or 

more functionalities can homopolymerize to form a polyacrylate and/or a polymethacrylate 

network polymer. Acrylates and/or methacrylates having two or more functionalities can both 

polymerize and cross-link to form a cross-linked polyacrylate network polymer and/or to form a 

cross-linked polymethacrylate network polymer. In some instances, acrylates and/or 

methacrylates having four or more functionalities are a preferred network monomer. Suitable 

acrylates include, but are not limited to, poly(alkylene glycol) dialkyl acrylate. Suitable 

methacrylates include, but are not limited to, poly(alkylene glycol) dialkyl methacrylate. 

mBHIK suitable network monomer is represented by the following Formula IV: 
O R" 




wherein R is an alkyl group having 1 to 10 
carbon atoms; R' represents hydrogen or a group selected fifoiii an alkyl group having 1 to 10 
carbon atoms and/or an alkenyl group having 2 to 12 carbon atoms; R" represents hydrogen or a 
group selected from an alkyl group having 1 to 10 carboii Stbiftis or an alkenyl group having 2 to 
12 carbon atoms; X is hydrogen or a methyl group; and n represents a numeral of 1 to 15. mi 



[0040] When a monomer that cross-links is employed to form a cross-linked network 
polymer, a control monomer can be employed to control cross-linking density, A suitable 
control monomer for use with a network monomer according to Formula IV is represented by the 



following Formula V: 




Where R is an alkyl group having 



1 to 10 carbon atoms, R' is an alkyl group having 1 to 10 carbon atoms; R" is hydrogen or a 
group selected from an alkyl group having 1 to 10 carbon atbihs or an alkenyl group having 2 to 
12 carbon atoms; X is hydrogen or a methyl group; and n represents a whole number from 1 to 
20. HI^^HIHI^^HI^^^HHUIH During formation ofthe network polymer. 
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the illustrated control monomer serves as a 'co-monomer' with the network monomers according 
to Formula IV. Because the control monomer does not cross link, increasing the amount of 
control monomer present during formation of the network polymer can reduce the density of 
cross linking. HHH 

[0041] Diallyl terminated compounds can also be employed as a network monomer. Diallyl 
terminated compounds having four or more functionality can polymerize and cross-link. As an 
example, the carbonyl groups shown in Formula IV can be replaced with CH2 groups to provide 
a diallyl terminated compound having four functionalities that allow the compound to 
polymerize and cross link. The carbonyl groups shown in Formula V can be replaced with CH2 
groups to provide an example of a control monomer for controlling the cross linking density of 
the diallyl terminated compound. I^I^HHIHIHHm^HIII^HIIIi^H^H^IHIH 




[0042] An electrolyte that includes an inteipenetrajing network can be formed by generating 
a precursor solution that includes the siloxane, the monomers for forming the cross-linked 
network polymer and one or more salts. Suitable salts inplude, but are not limited to, LiC104, 
LiBF4, LiAsF6, LiPF6, LiCFaSOa, Li(CF3S02)2N, Li(^CF3Sp2)3C, LiN(S02C2F5) 2), lithium 
bis(chelato)borate including lithium(oxalato)borate (LiBOB), and lithium alkyl fluorophosphates. 
The precursor solution can also optionally be generated so as to include one or more radical 
initiators and/or one or more additives. Suitable radical initiators include, but are not limited to, 
thermal initiators including azo compoimds such as azoisobutyronitrile, peroxide compounds^ 
such as benzoylperoxide, and bismaleimide. A control monomer can also optionally be added to 
the precursor solution to control the cross-linking density of the network monomer. In some 
instance, the temperature of the precursor solution is elevated and/or the precursor solution is 
exposed to UV to form the electrolyte. The resulting electfolyte can be a hquid, solid or gel. 
The physical state of the electrolyte can depend on the ratio bi* the components in the precursor 
solution. 

[0043] In an electrolyte formed using the monomers r|E?prekented by Formula IV, the network 
polymer is formed from a monomer that homopolymerizeis and cross-links. Alternately, an 



10 




electrolyte having an interpenetrating network can be generated from a polymer and a cross- 
linking agent for cross linking of the polymer. For instance, a diallyl terminated compound can 
serve as a cross linking agent for a polysiloxane having a backbone that includes one or more 
silicons bonded to a hydrogen. Examples of suitable diallyl terminated cross-linking agents 
include, but are not limited to, diallyl-terminated siloxanes, diallyl terminated polysiloxanes, 
diallyl terminated alkylene glycols and diallyl terminated poly(alkylene glycol)s. 
[0044] The electrolyte can be generated by preparing a precursor solution that includes the 
polymer, the cross linking agent, the one or more siloxanes and one or more salts. The precursor 
solution can also optionally be generated so as to include one or more catalysts and/or one or 
more additives. Suitable catalysts include, but are not limited to, platinum catalysts such as 
Karlstedt's catalyst and H2PtCl6. In some instances, an inhibitor is added to the precursor 
solution to slow the cross-linking reaction enough to permit handling prior to viscosity changing. 
Suitable inhibitors include, but are not limited to, dibutyl maleate. In some instances, heat and/or 
UV energy is also applied to the precursor solution during the reaction of the cross linking 
precursor and the cross-linking agent. 

[0045] A network polymer suitable for the interpenetrating network can be formed using 
other precursors. For instance, the network polymer can be generated from a mixture of 
monomers and cross-linking agents that are different fix)m one another. The monomers can 
polymerize and the cross-linking agents can provide cross linking of the resulting polymer. In 
another example, monomers that heteropolymerize are employed to generate the network 
polymer. Other examples of methods for generating electrolytes and electrochemical devices 
that include network polymers are described in U.S. Patent appUcation serial number 10/104,352, 
filed on March 22, 2002, entitled "Solid Polymer Electrolyte and Method of Preparation" and 
incorporated herein by reference in its entirety. 

[0046] As noted above, the electrolyte can include one or more solid polymers in addition to 
the siloxane. A suitable solid polymer is an aprotic polar polymer or aprotic rubbery polymer 
that by itself is a solid at room temperature. As a result, the ratio of soUd polymer to the other 
electrolyte components can be selected so as to provide an electrolyte that is a solid at room 
temperature. Examples of suitable solid polymers include, but are not limited to, 
polyacrylonitrile (PAN), poly(methyl methacrylate) (PMMA), poly(vinylidene fluoride) (PVDF), 
poly(vinylidene fluoride-co-hexafluoropropylene), polystyrene, polyvinyl chloride, poly(alkyl 
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methacrylate), poly(alkyl acrylate), styrene butadiene rabber (SBR), poly(vinyl acetate), 
poly(ethylene oxide) (PEO) and mixtures thereof. 

[0047] An electrolyte that includes one or more solid polymers can be generated from a 
precursor solution. In one example, the precursor solution is formed by mixing one or more 
siloxanes and a solution that includes a solid polymer. The solution that includes the solid 
polymer can be generated by dissolving the solid polymer in a solvent such as N- 
methylpyrrolidone (NMP), dimethyl formamide, dimethyl acetamide, tetrahydrofuran, 
acetonitrile, and/or water. An additive can also be optionally added to the precursor solution. 
One or more salts can be added to the precursor solution or the salt can be dissolved in a 
component of the precursor solution before adding the component to the precursor solution. A 
solid electrolyte can be formed by evaporating the solvent from the precursor solution. 
[0048] An electrol3^e that includes one or more solid polymers can also be generated by 
polymerizing a solid polymer in the presence of the siloxane. For instance, a precursor solution 
can be generated by mixing the siloxane monomers for the solid polymer and a radical initiator. 
Suitable radical initiators include, but are not limited to, thermal initiators including azo 
compounds such as azoisobutyronitrile, peroxide compounds such as benzoylperoxide, and 
bismaleimide. An additive can also be optionally added to the precursor solution. One or more 
salts can be added to the precursor solution or the salt can be dissolved in a component of the 
precursor solution before adding Ihe component to the precursor solution. The electrolyte can be 
formed by polymerizing the monomers. As an example, an acrylonitile monomers can be mixed 
with the siloxane. The acrylonitile monomers can be polymerized by the application of heat 
and/or UV to form an electrolyte having a polyacrylonitile solid polymer. 
[0049J As is evident from the above discussion, the electrolyte can include components in 
addition to the one or more siloxanes. In some instances, the electrolyte is generated such that 
the one or more siloxanes are more than 20 wt% of the electrolyte, more than 50 wt% of the 
electrolyte, more than 80 wt% of the electrolyte or more than 95 wt% of the electrolyte. 

[0050] EXAMPLE 1 

[0051] A siloxane was generated using a platinum complex catalyzed hydrosilylation 
reaction. The siloxane had a structure according to Formula I where: each Z, R and R4 is a 
methyl group; R2 has a structure according to; -(CH2)3-; R3 is a hydrogen; and x is 7. 
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Bis(trimethylsiloxy)methylsilane (11.12 g, Gelest, Inc.) and allyl terminated 
hepta(ethyleneglycol) methyl ether (23.4 g) were mixed under nitrogen in a flame-dried flask. 
The mixture was stirred vigorously, and platinum divinyltetramethyldisiloxane (Pt(dvs)) (Aldrich 
Chem. Co., 3% solution in xylene) was injected into the mixture using a syringe and the 
temperature was gradually raised to TO-TS'^C. The reaction mixture was continuously stirred at 
this temperature for about 24 hours until consumption of the Si-H groups on the starting silane 
was confirmed by *H-NMR at round 4.7 ppm. After removal of the excess allyl terminated 
hepta(ethyleneglycol) methyl ether and its isomers by Kugelrohr distillation at 120''C under 
reduced pressure of about 0.1 mm Hg. The structure of the resulting siloxane was confirmed by 
the ^^Si-NMR shown in Figure 2A. The siloxane compound had a viscosity of 16. 1 cP at 24°C. 

[0052] EXAMPLE 2 

[0053] A siloxane was generated with a stracture according to Formula HI where: Rio, Rii, 
Ri4, Ri5, Ri6 and R19 are methyl groups; R12 and R17 each has as a structure according to: - 
(CH2)3-; Ri3 and Rig are each a hydrogen, x is 2 and y is 2. The siloxane was generated 
according to the method of Figure 1 with R20 being -CH2-. Tetramethyldisiloxane (13.4 g, 0.2 
mole Si-H, Gelest Inc.) and 38.4 g of di(ethylene glycol) allyl methyl ether (0.24 mole, 20% 
excess) were added to an oven-dried, three-necked 100-mL flask. Dicyclopentadieneplatinum 
(II) dichloride (500 ppm of 7.5x10"^ M CH2CI2 solution) was injected and the reaction mixture 
was heated to and stirred at TS^'C. AUquots were taken periodically and the hydrosilylation 
reaction was monitored by ^H-NMR measurements. The absence of Si-H absorption at 4.7 ppm 
on the NMR spectra signaled the completion of the reaction. Excess di(ethylene glycol) allyl 
methyl ether and its isomers were removed by Kugelrohr distillation to afford a crude product as 
a brownish yellow liquid, which was then decolorized by activated charcoal in refluxing toluene. 
The structure of the resulting siloxane was confirmed by FTIR and the ^H-NMR spectra shown 
in Figure 2B. The product siloxane was a colorless liquid with a viscosity of 2.4 cP at 24^C. 

[0054] EXAMPLE 3 

[0055] A siloxane was generated with a structure according to Formula HI where: Rio, Rii, 
Ri4, Ri5, R16 and R19 are methyl groups; R12 and Rn each has as a structure according to: - 
(CH2)3-; Ri3 and Rig are each hydrogen, x is 3 and y is 3. The siloxane was generated according 
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to the method of Figure 1 with R20 being -CH2-. Tetramethyldisiloxane (13.4 g, 0.2 mole Si-H, 
Gelest) and 48.96 g tri(ethylene glycol) of ally! methyl ether (48.96 g, 0.24 mole, 20% excess) 
were added to an oven-dried, three-necked 100 mL flask by syringe. Dicyclopentadieneplatinum 
(II) dichloride (500 ppm of 7.5x10'^ M CH2CI2 solution) was injected and the reaction solution 
was heated to and stirred at75°C. Aliquots were taken periodically and the hydrosilylation 
reaction was monitored by 'H-NMR measurements. The absence of Si-H absorption at 4.7 ppm 
on the 'H NMR spectra signaled the completion of the reaction. The excess tri(ethylene glycol) 
allyi methyl eflier and its isomers were removed by Kugebohr distillation to aflford a crude 
product of a brownish yellow liquid which was decolorized by activated charcoal in refliDcing 
toluene. The structure of the resulting siloxane was confirmed by FFIR and the 'H-NMR spectra 
shown in Figure 2B. The product siloxane was a colorless liquid with a viscosity of 6,0 cP at 
24**C. 

[00561 EXAMPLE 4 

[0057] A siloxane was generated with a structure according to Formula HI where: Rio, Rn, 
Ri4, Ri5, R16 and R19 are methyl groups; R12 and R17 each has as a structure according to: - 
(CH2)3-; Ri3 and Rig are each hydrogen, x is 5, and y is 5. The siloxane was generated according 
to the method of Figure 1 with R20 being -CH2-. Tetramethyldisiloxane (3.35 g, 0.05 mole Si-H, 
Gelest) and 17.52 g of penta(ethylene glycol) allyl methyl ether (0.06 mole, 20% excess) were 
added to an oven-diied, tluee-uecked 50 niL flask. Dicyclopentadieneplatinum (IE) dicliloride 
(100 ppm of 7.5x10'^ M CH2CI2 solution) was injected and the reaction solution was heated to 
and stirred at 80 **C. Aliquots were taken periodically and flie hydrosilylation reaction was 
monitored by 'H-NMR measurements. The absence of Si-H absorption at 4.7 ppm on the 'H 
NMR spectra signaled the completion of the reaction. The excess penta(ethylene glycol) allyl 
methyl ether and its isomers were removed by Kugelrohr distillation to afford the crude product 
as a brownish yellow Uquid, which was then decolorized by activated charcoal in refluxing 
toluene. The structure of the resulting siloxane was confirmed by FTIR and 'H-NMR spectra. 
The product siloxane was a light yellow liquid. 
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[0058] EXAMPLE 5 

[0059] A siloxane was generated with a structure according to Formula III where: Rio, Rn, 
Ri4, Ri5, Ri6 and R19 are methyl groups; R12 and Rn each has as a structure according to: - 
(CH2)3-; Ri3 and Rig are each hydrogen, x is 7 and y is 7. The siloxane was generated according 
to the method of Figure 1 with R20 being -CH2-. Tetramethyldisiloxane (6.7 g, 0.1 mole Si-H, 
Gelest) and 46.8 g of poIy(ethyIene glycol) allyl methyl ether (0.12 mole, 20% in excess, Mw 
390) were added to an oven-dried, three-necked 100 mL flask by syringe. 
Dicyclopentadieneplatinum (II) dichloride (200 ppm of 7.5x10'^ M CH2CI2 solution) was 
injected and the reaction solution was heated to and stirred at SO°C . Aliquots were taken 
periodically and the hydrosilylation reaction was monitored by 'H-NMR measurements. Hie 
absence of Si-H absorption at 4.7 ppm on the 'H NMR spectra signaled the completion of the 
reaction. Then, the excess hepta(ethylene glycol) allyl methyl ether and its isomers were 
ranoved by Kugehohr distillation to afford the crude product as brown liquid, which was then 
decolorized by activated charcoal in refluxing toluene for 24 hours. The structure of the 
resulting siloxane was confirmed by FTIR and the 'H-NMR spectra shown in Figure 2B. The 
product siloxane was a lig^t yellow liquid with a viscosity of 32.4 cP at 24°C. 

[0060] EXAMPLE 6 

[0061] LiN(S02CF3)2 (LiTFSI) salt was dissolved at room tonperature in the siloxane of 
Example 2, Example 3, and Example 4 to make electrolytes that each have an [EO]/[Li] ratio of 
15. The ionic conductivity of the electrolytes were measured by use of ac impedance spectrum 
in the form of 2032 button cell assembled by filling the Teflon 0-ring between two stainless steel 
discs with the electrolytes. Figure 3 A shows the ionic conductivity for each of the electrolytes as 
a function of temperature. The electrolytes show an ionic conductivity of about 4.1 x 10"* S/cm 
at37*'C. 

[0062] EXAMPLE 7 

[0063] An electrolyte was prepared by dissolving LiN(S02CF3)2 (LiTFSI) to IM in the 
siloxane of Example 1. The ionic conductivity of the electrolyte was measured by use of ac 
impedance spectrum in the form of 2032 button cell assembled by filling the Teflon 0-ring 
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between two stainless steel discs with the electrolyte. Figure 3B shows the ionic conductivity of 
the electrolyte as a function of temperature. The siloxane electrolyte shows an ionic conductivity 
of around 3x10^ S/cm at 37°C. 

[0064] EXAMPLE 8 

[0065] A variety of electrolytes were generated by dissolving Bis(oxalato)borate (LiBOB) in 
different siloxanes. Each of the siloxanes has a structure according to Formula n where Z, R5, 
R6, R9 are each a methyl group; Rg is a hydrogen and R? is triethylene group (-CH2CH2CH2-). In 
one of the electrolytes x is 2, in another electrolyte x is 3 and in another electrolyte x is 7. In 
each electrol3^e, the LiBOB was dissolved so as to have an [ethylene oxide]/[Li] ratio of 15. The 
ionic conductivity of the electrolytes were measured by use of ac impedance spectrum in the 
form of 2032 button cell assembled by filling the Teflon O-ring between two stainless steel discs 
•with the electrolyte. Figure 3C shows the ionic conductivity of flie electrolyte as a function of 
temperature. The electrolytes show an ionic conductivity of about 4,5 x 10"* S/cm at 37 "C. 

[0066] EXAMPLE 9 

[0067] The electrochemical stability window of the electrolyte of Example 7 was determined 
by cycHc voltammetry with 2032 button cell made by sandwiching the electrolyte between a 
stainless steel disc (as a working electrode) and a lithium metal disc (as the counter and reference 
electrodes). Porous polypropylene membrane (Celgard 3501) was used as a separator. Three 
cycles of cyclic voltammetry test were conducted. Figure 4 shows the electrochemical stability 
of the electrolyte. The electrolyte was stable up to 4.5 V without significant decomposition. 

[0068J EXAMPLE 10 

[0069] A lithium cell was prepared with a Li metal anode and a cathode activated by an 
electrolyte having lithium bis(oxalato)borate (LiBOB) dissolved to 0.8 M in the siloxane of 
Example 1. The composition of the cathode was 84wt% LiNio.8Coo.15Alo.05O2, 8wt% PVDF 
binder, 4wt% SFG-6 graphite and 4wt% carbon black. The effective cell area was 1.6 cm^. 
Figure 5 shows the charge/discharge profile of the cell. The charge and discharge rate was C/20 
(0.1 mA). The siloxane compound generates a discharge cathode cqiacity of close to 150 mAh/g. 
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[00701 EXAMPLE 11 

[00711 A lithium secondary cell was prepared with an anode and a cathode activated by an 
electrolyte having lithium bis(oxalato)borate (LiBOB) dissolved to 0.8 M in the siloxane of 
Example 1. The composition of the cathode was 84wt% LiNio.8Coo.15Alo.05O2, 8wt% PVDF 
binder, 4wt% SFG-6 graphite and 4wt% carbon black. The composition of the anode was 
92wt% MCMB and 8wt% PVDF binder. The effective cell area was 1.6 cml Figure 6 shows 
the charge/discharge profile of the cell. The electrolyte shows good compatibility with MCMB 
gr^hite carbon having a discharge cathode cq>acity of above 150 mAh/g. 

[00721 EXAMPLE 12 

[00731 A lithium cell w:as prepared with a Li metal anode and a cathode activated by an 
electrolyte having lithium bis(oxalato)borate (LiBOB) dissolved to 0.8 M in the siloxane of 
Example 1. The composition of the cathode was 84wt% LiNio.8Coo.15Alo.05O2, 8wt% PVDF 
binder, 4wt% SFG-6 graphite and 4wt% carbon black. The effective cell area was 1.6 cm^. 
Figure 7 shows the cycle performance of the cell The charge and discharge rate was C/20 (0.1 
mA) and the test was conducted at 37''C. The cell shows good cycle abiUty with a cell capacity 
of above 150 mAh/g based on the positive material. 

[0074] The electrolytes described above can be used in electrochemical devices. For 
instance, the electrolytes can be used as tiie electrolyte of batteries, capacitors, and hybrid 
capacitor/batteries. As an example, the electrolyte can be applied to batteries in the same way as 
carbonate-based electrolytes. Batteries with a liquid electrolyte can be fabricated by injecting the 
electrolyte into a spiral wound cell or prismatic type cell. The electrolyte can be also coated onto 
the surface of electrodes and assembled with a porous separator to fabricate a single or multi- 
stacked cell that can enable the use of flexible packaging. 

[0075] The solid electrolytes described above can also be applied to electrochemical devices 
in the same way as solid carbonate-based electrolytes. For instance, a precursor solution having 
components for a solid electrolyte can be applied to one or more substrates. Suitable substrates 
include, but are not limited to, anodes, cathodes and/or separators such as a polyolefin separator, 
nonwoven separator or polycarbonate separator. The precursor solution is converted to a solid or 
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gel electrolyte such that a fihn of the electrolyte is present on the one or more substrates. In 
some instances, the substrate is heated to solidify the electrolyte on the substrate. An 
electrochemical cell can be formed by positioning a separator between an anode and a cathode 
such that the electrolyte contacts the anode and the cathode. IHHiliiliHHiH^H^^I 



[0076J An example of a suitable secondary lithium battery construction includes one or more 
lithiimi metal oxide cathodes, porous separators, and one or more anodes made of carbon, 
lithium metal, or combinations thereof. Cathodes may include LixVOy, LiCoOa, LiNi02, LiNii. 
xCoyMCzOa, LiMno.5Nio.5O2, LiMno.3Coo.3Nio.3O2, LiFeP04, LiMn204, LiFe02, LiMco.5Mn1.5O4, 
vanadium oxide, carbon fluoride and mixtures thereof wherein Me is AI, Mg, Ti, B, Ga, Si, Mn, 
Zn, and Mc is divalent metal such as Ni and Co, Fe, Cr, or Cu. Anodes may include graphite, 
soft carbon, hard carbon, Li4Ti50i2, tin alloys, silica alloys, intermetallic compounds, lithium 
metal, lithium metal alloys, and combinations thereof. 

[00771 Other embodiments, combinations and modifications of this invention will occur 
readily to those of ordinary skill in the art in view of these teachings. Therefore, this invention is 
to be limited only by the following claims, which include all such embodiments and 
modifications when viewed in conjunction with the above specification and accompanying 
drawings. 
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CLAIMS 

We claim: 

1. An electrochemical device, comprising: 

an electrolyte including a siloxane having two or three silicons, at least one of the silicons 
being linked to one or more side chains that include a poly(alkylene oxide) moiety. 

2. The device of claim 1, wherein the siloxane is one of a plurality of siloxanes in the 
electrolyte. 

3. The device of claim 1, wherein the siloxane includes a plurality of side chains that each 
include a poly(alkylene oxide) moiety. 

4. The device of claim 1, wherein the siloxane includes three silicons. 

5. The device of claim 1, wherein the siloxane has a structure selected from a group 
consisting of structures represented by formula I through formula IH: 



SiZ3-0 — SHO — SIZ3 

o— p;H2-CH-ol-R4 

formula I: where R is an alkyl group; R2 is an orgamc 

spacer; R3 is a hydrogen atom or an alkyl group; R4 is an alkyl group; Z is an alkyl or an aryl 
group and x is from 1 to 30; 

I 

Z3Si-0 — Si-R7-0— p;H2-CH-0l-R9 

Re Ra X 

formula 11: where R5 is an alkyl group; R^ is an 

alkyl group; R7 is a spacer; Rg is a hydrogen atom or an alkyl group; R9 is an alkyl group; Z is an 

alkyl or an aryl group and x is from 1 to 30; and 
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Rl9 [b-CH-CH3-0-Ri7-Si-0— SHR12-O— pH2-CH 

formula ni: ^® where 

Rio is an alkyl group; Ru is an alkyl group; R12 is an organic spacer; R13 is a hydrogen atom or 
an alkyl group; R14 is an alkyl group; R15 is an alkyl group; R16 is an alkyl group; R17 is an 
organic spacer; Rig is a hydrogen atom or an alkyl group; Ripis an alkyl group; x is from 1 to 30 
and y is from 1 to 30. 



6. The device of claim 5, wherein the siloxane has a structure selected from the group 
consisting of structures represented by formula 1. 

7. The device of claim 5, wherein the siloxane has a structure selected from the group 
consisting of structures represented by formula n. 

8. The device of claim 5, wherein the siloxane has a structure selected from the group 
consisting of structures represented by formula HI. 

9. The device of claim 5, wherein R2, R7, R12 and Rn are selected from a group consisting 
of alkylenes. 

10. The device of claim 5, wherein R2, R?, R12 and Rn have a structure according to -(CH2)3-. 

1 1 . The device of claim 1, wherein the electrolyte includes an alkali metal salt. 

12. The device of claim 11, wherein a concentration of the alkali metal salt in the electrolyte 
is in a range of 0.3M to 2.0 M. 

13. The device of claim 1 1 , wherein the alkali metal salt is a lithium salt, 

14. The device of claim 13, wherein the lithium salt is selected from a group consisting of: 
LiC104, LiBF4, LiAsFe, LiPFe, LiSOaCFa, LiN(CF3S02)2, LiC(S02 CF3)3, LiN(S02C2F5)2, 
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lithium alkyl fluorophosphates, lithium bis(oxalato)borate (LiBOB), other lithium 
bis(chelato)borates, and mixtures thereof. 

1 5. The device of claim 1 , further comprising: 

at least one cathode, at least one porous separator and at least one anode. 

16. The device of claim 15, wherein the cathode includes a lithium metal oxide and the anode 
includes at least one material selected from a group consisting of carbon and lithium metal. 

17. The device of claim 15, wherein the cathode includes one or more materials selected 
from a group consisting of: LiCoOa, LiNi02, LiNii-xCoyMez02, LiMno.5Nio.5O2, 
LiMno.3Coo.3Nio.3O2, LiFeP04, LiMn204, LiFe02, LiMco.5Mn1.5O4, vanadium oxide, carbon 
fluoride and mixtures thereof, wherein Me is Al, Mg, Ti, B, Ga, Si etc. and Mc is a divalent 
metal. 

18. The device of claim 15, wherein the anode includes one or more materials selected from a 
group consisting of: graphite, carbon, Li4Ti50i2, tin alloys, silica alloys, intermetallic 
compounds, lithium metal, and mixtures thereof 

19. Tlie device of claim 1, wherein tlie electiolyte is a liquid. 

20. The device of claim 1, wherein the electrolyte is a solid. 

21. The device of claim 20, wherein the electrolyte includes the siloxane entrapped within a 
network polymer. 

22. The device of claim 21, wherein the network polymer is a product of polymerizing a 
dialkyl acrylate, a dimethacrylate, a dialkyl methacrylate or a diallyl teraiinated compound. 

23. The device of claim 1, wherein the electrolyte includes a solid polymer. 
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24. The device of claim 23, wherein the solid polyiner is selected from a group consisting of: 
polyacrylonitrile (PAN), poly(methyl methacrylate) (PMMA), poly(vinylidene fluoride) (PVdF), 
poly(vinylidene fluoride-co-hexafluoropropylene), poly(vinyl acetate), polystyrene, 
poly(ethylene oxide) (PEO). 

25. The device of claim 1, wherein the electrolyte includes an additive configured to form a 
passivation layer on an electrode. 

26. The device of claim 1, wherein the electrolyte includes at least one additive selected from 
the group consisting of: vinyl carbonate, vinyl ethylene carbonate, ethylene sulfite, 1,3 dimethyl 
butadiene, styrene carbonate, aromatic carbonates, vinyl pyrrole, vinyl piperazine, vinyl 
piperidine, vinyl pyridine, and mixtures thereof 

27. The device of claim 1, wherein the electrolyte includes lithium bis(oxalato)borate 
(LiBOB) and one or more additives selected from the group consisting of vinyl carbonate (VC) 
and vinyl ethylene carbonate (VEC). 

28. The device of claim 1, wherein the siloxane is more than 50 wt% of the electrolyte. 

29. The device of claim 1, wherein the electrolyte has an ionic conductivity higher than 2.0 x 
10"* S/cmat24^C, 

30. A method of forming an electrochemical device, comprising: 

generating an electrolyte including a siloxane having two or three silicons, at least one of 
the silicons being linked to one or more side chains that include a poly(alkylene oxide) moiety; 
and 

activating at least one anode and at least one cathode with the electrolyte. 

31. The method of claim 30, wherein the siloxane has a structure selected from a group 
consisting of stractures represented by formula I through formula ni: 
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SiZs-O — Si-O — SiZ3 
4 



O— |CH2-CH-dj-R4 

R X 

formula I: where R is an alkyl group; R2 is an organic 

spacer; R3 is a hydrogen atom or an alkyl group; R4 is an alkyl group; Z is an alkyl or an aryl 
group and x is fix>m 1 to 30; 

R5 



ZgSi-O — Si-R7-0— fCH2-CH-O^R9 

Re Ra ^ 

formula II: where R5 is an alkyl group; R^ is an 



alkyl group; R7 is a spacer; Rs is a hydrogen atom or an alkyl group; Rpis an alkyl group; Z is an 
alkyl or an aryl group and x is from 1 to 30; and 

Ri5 Rio 

Rl9 |o-CH-Ch3-0-Ri7— Si-O — Si-Ri2-0— p;H2-CH-0^-Ri4 

^ i,8 ^ Rl3 ^ ^ 

formula ni: where 

Rio is an alkyl group; Rn is an alkyl group; R12 is an organic spacer; R13 is a hydrogen atom or 
an alkyl group; R14 is an alkyl group; R15 is an alkyl group; R16 is an alkyl group; Ri? is an 
organic spacer; Rig is a hydrogen atom or an alkyl group; R19 is an alkyl group; x-is from 1 to 30 
and y is from 1 to 30. 



32. The method of claim 31, wherein the siloxane has a structure selected from the group 
consisting of structures represented by formula I. 

33. The method of claim 31, wherein the siloxane has a structure selected from the group 
consisting of structures represented by formula H 

34. The method of claim 31, wherein the siloxane has a structure selected from the group 
consisting of structures represented by formula m. 
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35. The method of claim 31, wherein R2, R7, R12 and Rn are selected from a group consisting 
of alkylenes. 

36. The method of claim 31, wherein R2, R7, R12 and Rjy have a stmcture according to - 

(CH2)3-. 

37. The method of claim 30, wherein generating the electrolyte includes dissolving an alkali 
metal salt in the siloxane. 

38. The method of claim 37, wherein the salt is selected from a group consisting of: LiC104, 
LiBF4, LiAsFe, LiPFe, LiSOaCFa, LiN(CF3S02)2, LiC(S02 CF3)3, LiN(S02C2F5)2, lithium alkyl 
fluorophosphates, lithium bis(oxalato)borate (LiBOB), other lithium bis(chelato)borates, and 
mixtures thereof. 

39. The method of claim 30, wherein at least one cathode includes a lithium metal oxide and 
at least one anode includes at least one material selected from a group consisting of carbon and 
lithium metal. 

40. The method of claim 30, wherein at least one cathode includes one or more materials 
selected from a group consisting of: LiCo02, LiNi02, LiNii.xCoyM^02, LiMno.5Nio.5O2, 
LiMno.3Coo.3Nio.3O2, LiFeP04, LiMn204, LiFe02, LiMco.5Mn1.5O4, vanadium oxide, carbon 
fluoride and mixtures thereof, wherein Me is Al, Mg, Ti, B, Ga, Si etc. and Mc is a divalent 
metal. 

41. Tlie method of claim 30, wherein at least one anode includes one or more materials 
selected from a group consisting of: graphite, carbon, Li4Ti50i2, tin alloys, silica alloys, 
intermetallic compounds, lithium metal, and mixtures thereof. 

42. The method of claim 30, wherein the electrolyte is a liquid. 

43. The method of claim 30, wherein the electrolyte is a solid. 
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44. The method of claim 43, wherein the electrolyte includes the siloxane entrapped within a 
network polymer. 

45. The method of clahn 44, wherein the network polymer is a product of polymerizing a 
dialkyl acrylate, a dimethacrylate, a dialkyl methacrylate or a diallyl terminated compound. 

46. The method of claim 30, wherein the electrolyte includes a solid polymer selected from a 
group consisting of: polyacrylonitrile (PAN), poly(methyl methacrylate) (PMMA), 
poly(vinyhdene fluoride) (PVdF), poly(vinylidene fluoride-co-hexafluoropropylene), poly(vinyl 
acetate), polystyrene, poly(ethylene oxide) (PEO). 

47. The method of claim 30, wherem the electrolyte includes at least one additive selected 
from the group consisting of: vinyl carbonate, vinyl ethylene carbonate, etiiylene sulfite, 1,3 
dimethyl butadiene, styrene carbonate, aromatic carbonates, vinyl pyrrole, vinyl piperazine, vinyl 
piperidine, vinyl pyridine, and mixtures thereof 



25 



Q203-XX1 

SILOXANE BASED ELECTROLYTES FOR USE IN ELECTROCHEMICAL DEVICES 

ABSTRACT 

The electrolyte includes a siloxane activating an anode and a cathode. The siloxane has 
two or three silicons. At least one of the silicons is linked to one or more side chains that include 
a poly(alkylene oxide) moiety. The electrolyte can be a solid or a liquid. In some instances, the 
electrolyte is employed in a secondary battery. 
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Figure 3C 
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Figure 4 
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Figure 6 
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